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PROBLEM TO BE SOLVED: To obtain an excellent luminous colored fiber emitting light in high brightness in 
a state capable of brilliantly expressing a color tone by using a sheath-core type conjugate fiber comprising 
a core portion formed from a luminous fiber material containing a luminous substance and a sheath portion 
whose surface is colored. 

SOLUTION: This luminous colored fiber comprises a sheath-core type conjugate fiber that comprises a core 
portion 1 formed from a luminous fiber material 3 containing a luminous substance 4 and a sheath portion 2 
at least whose surface is colored with a pigment 5 or dye. The fiber component 3 of the core portion is 
preferably a polyester from the aspect of good touch. The luminous substance 4 is preferably strontium 
aluminate because of having excellent luminous characteristics, durability and safety. The luminous 
substance 4 preferably has an average particle diameter of 1-10 &mu m, and is preferably added in an 
amount of 5-30 wt.% based on the total amount of the core portion 1 . It is preferable, for example, that the 
sheath portion 2 is formed from a colored fiber material 3' containing a colored pigment 5 in an amount of 
0.01-0.5 wt.% based on the total amount of the sheath portion 2. The diameter of the core portion 1 is 
preferably set in a length of 0.1-0.8, when the diameter (outer diameter) of the sheath portion 2 is 1 . 
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